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i | . Dart Aerospace Ltd. 


Date" | Thursday, 3/8/2007 1:21:05 PM 
d. Use Kim Johnston 
E Y Process Sheet 


Customer : CU-DAR001 Dart Helicopters Services Drawing Name : WEARSHOE 
Job Number : 31136 

Estimate Number : 12786 

P.O. Number : B A Part Number : D35645 

This Issue : 3/8/2007 S.O.No. : n i Drawing Number _ : 03564 REV A 
Prsht Rev. : NC ' Project Number : МА 

First Issue : ММА Type: SMALL /MED FAB Drawing Revision : 

Previous Run BA | Material WA 
Written By е 31 Due Date : 3/15/2007 


Checked & Approved By - 
Comment : Est ReVA New Issue 07-03-08 ес 


Additional Product 


iid || || || || (| 


Seq. #: Machine Or Operation: Description : 
1.0 M304S16GA 304/316 .063 Sheet 


IN Ш 


Comment: Qty: 1.1099 sf(s/Unit Total: 6.6591 545) 
M304S16GA Stainless steel sheet 0.063" thick 
Batch: 4 3 1o С SA Са[03 ||| 
WATER JET FLOW WATER JET | 


WWW 


Comment: FLOW WATER JET 
1-Cut as per Dwg D3564 
Dwg Rev: /7 — 


Prog Rev: A 


2-Deburr if necessary 
INSPECT PARTS AS THEY COME OFF MACHINE 


| ^ Cmm T 


Comment: INSPECT PARTS AS THEY COME OFF MACHINE 
SECOND CHECK 


III 


Comment: SECOND CHECK 5; 
BRAKE NC NC BRAKE 


[| 


Comment: NC BRAKE 
Deburr if necessary 
Form on Brake as рег Dwg 03564 using Jigs DT and DT 


- Form Joggle as per Dwg D3564 on brake using Jig DT 


Раде 1 J Farm: rnrnress 


Dart Aerospace Ltd 


WIO: 
DATE | STEP 


WORK ORDER CHANGES 
PROCEDURE CHANGE 


Approval 
Chief Eng / 
Prod Mgr 


Approval 
QC Inspector 


Part No: PAR #: Fault Category: ______ NCR: Yes (No ) Daa: E Date: 67/2) 15 


QA: NIC Closed: Date: - 


WORK ORDER NON-CONFORMANCE (NCR) 
Chief Eng 


NOTE: Date & initial all entries - 


NCR: 


DATE | STEP 


Corrective Action — Section B 


Action Description 
Chief Eng 


Verification 
Section C 


Description of NC 
Section A 


= Approval 
Initial QC Inspector 


Chief Eng 
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Date: Thursday,. 3/8/2007 1:21:06 PM 


User: Kim Johnston Process Sheet 
Ы : Customer: CU-DAR001 Dart Helicopters Services Drawing Name: WEARSHOE 


Job Number: 31136 Part Number: D35645 


i Ш | | ШІ 


Seq. #: Machine Or Operation: Description : 
| INSPECT WORK ТО CURRENT STEP 


ETT mi 


Comment: INSPECT WORK TO CURRENT STEP 
Ensure joggle as per dwg D3429 
POWDER COATING POWDER COATING 


ИШ „елеу 


Comment: POWDER COATING 
Powder Coat Grey Sandtex (Ref: 4.3.5.6) as per QSI 005 4.3 


QC3 


Comment: INSPECT POWDER COAT/CHEMICAL CONVERSIO 
PACKAGING 1 


ДШ 


Comment: PACKAGING RESOURCE #1 
Identify and Stock 


Location: 


QC21 


ШШ 


Comment: FINAL INSPECTION/W/O RELEASE 


“TT 
Y 


Pane ? ° Farm: rnraress 


Dart Aerospace Ltd 


WORK ORDER CHANGES 
DATE PROCEDURE CHANGE 


Approval 
Chief Eng / 


Prod Mgr 


Approval 
QC Inspector 


PAR #: Fault Category: NCR: Yes No DQA: Date: 
QA: NIC Closed: Date: 
WORK ORDER NON-CONFORMANCE (NCR) 


Description of NC - Corrective Action zz Section B Verification | Approval E 
Section A Initial Action Description k & Section C Chief Eng QC E 
Chief Eng Chief Eng k 


NOTE: Date & initial all entries . 
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See -— 6 
| РЕА | -ч 6.000 
3 EQUAL SPACES 12.104 
6.000 PITCH 
18.000 
D3564—1F FLAT PATTERN 
R50.0 
30.50 FOR 03564—1 
27.56 FOR D3564-3 
ed (DISTANCE TO START OF JOGGLE) RS0.0 FOR —9 ONLY 
ON FLAT 8.50 


2.50 
DETAIL A 


DETAIL B C 
= FOR —1 ONLY -9/- 
ж = 2 (MAKE FROM D3564—1F) DETAIL B (MAKE FROM D3564—1F) 
о 
о = Еш 9 
on 
QÉ 8528€ 
— EOS á S 
92%264%2 
QZ 5 Bie d 2059B HARDCOAT WELD 
5406967 5 4.0 LONG 
NP Oza 0.063 TO 0.125 HIGH 
2 о (ТҮР. 11 PLS.) 
- 


WELD AFTER BENDING AS 


ILLUSTRATED PER DT8308 


MATERIAL: 


(REF DART MATERIAL SPEC M304S16GA) 


FINISH: POWDER COAT GREY SANDTEX (REF 4. 
WELD PER DART QS! 004 


ALL DIMENSIONS ARE IN INCHES 


TOLERANCES ARE PER DART QSI 018 UNLESS OTHERWISE NOTED 


BREAK ALL SHARP EDGES 0.005 TO 0.015 
PART IS SYMMETRICAL ABOUT CENTERLINE 


AISI 304/316 SS SHEET, 16 GAUGE (0.063 THICK) 


3.5.6) PER DART QSI 005 4.3 


DETAIL B 


COPYRIGHT © 2006 BY DART AEROSPACE LTD, 


THIS DOCUMENT IS PRIVATE AND CONFIDENTIAL 


06.12.18 


NEW ISSUE 


WRITTEN PERMISSION FROM 


DART AEROSPACE LTD. 


06.12.18 


WEARSHOE 


7 EQUAL SPACES 
5.500 PITCH 


4 EQUAL Tauei 
5.875 PITCH 
43.50 


28.50 


с-] 


035645 BENDING DETAIL D3564—7 BENDING DETAIL 
(MAKE D3564—5 FROM D3564—5F) (MAKE 05564-7 FROM D3564—7F) 
R0.375 


0.063 
JOGGLE 


— 


ШЕ 1.00 


JOGGLE 


DETAIL В 
SCALE 1:2 


SCALE 1:2 


xv 01 1091905 
qTIOWLNOONÍ 


ома а Ока 
«d02 4088 
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DATE 
DART AEROSPACE LTO. 


06.12.18 


5 


дора 


1 
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SHEET 2 OF 2 
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Descri iption: ` Z eu shoe. 


-Work О Order: |: 3uac | 


Part Number: [ager = ШЙ 


_— Раде 1 of 1 


FIRST ARTICLE INSPECTION CHECKLIST 
| x | First Article | x | Prototype 


Drawing | | Actual Method of 
Dimension | "°°? | | Dimension # | inspection | feme 
43. 50, ^| 946.020 [4350 | | | UT | _ 
5.500 ОН) "tooro Б.в мин с тин 
Зла ___| Oe 2100 | Z 1 Mery | E 
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2.43 2 90.030 iZ a2, -— Vera 
у C rot mea T m. po a на +— ка Sle ЕШ е _. e ot. | 
2.50. 3-0-02е 2599 . 2 JM Чели A LS | 
| 33.600. alo oio 385o | v | i Hz eres 2 
ГО лоса рео ОНО) |0200 Г |___| Меса_|___ А 
(0.300 _ NL 0010 |@.%о@ LM | Vera ӨТКЕ 
IY К КЕ T EN 
i: TM RENE | TONES " E 
IE | EM "— 
| =: en Ee crus бызды E = 
x 5 m pM 
| | -- n, a _ 
ME | қ Мес етек X жоне 
| Measured by: 71 ШІ Aeron m mE 7 


| Date: 


Date i 
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